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1. INTRODUCTION 

White light-emitting diode (WLED) devices would be commonly employed and have sparked a lot 
of commercial interest as solid-state illumination because of their extended duration, energy efficiency, 
compact size, and environmental friendliness [1], [2]. Pairing a blue-light indium gallium nitride (InGaN) 
chip with a Y3Al5012:Ce°* (YAG:Ce) phosphor that emits yellow light is now the most common approach to 
produce white-emitting light [3]. As the red-light proportion is not sufficient, this type of white output has an 
insignificant color-rendering index (CRI) of roughly between 70 and 80 as well as a great correlated hue 
temperature (CCT) of roughly 7500 K [4], [5]. Many scientists have claimed that the phosphors emitting red 
lighting could be triggered by phosphors emitting blue lighting in the past years. NasI_n(MoO,)4:Eu** 
(Ln=La, Gd, Y) [6], CaS:Eu?* [7], CaAlSiN3:Eu** [8], and K2SiFs:Mn** [9], [10] are examples of these kind 
of phosphors. The phosphorus transformed WLEDs could have poor CCT and excellent CRI using these 
phosphors. However, weak blue emission efficacies resulting from severe re-absorption between the 
phosphors emitting green and red light, as well as costly production, are two major issues. As a result, several 
researchers have concentrated on producing quality, long-lasting, single-stage white emitting phosphors 
comprising red, green, and blue (RGB) elements using the energy transference (ET) process across sensitizes 
to activators [11]-[13]. 

Co-doping Ce**, Tb3* or Mn** particles in single-stage phosphors is typical for achieving white light 
emission using ET in many WLED types of phosphors. Ce** contains a 4f!5d° ground state and a 4f°5d! 


Journal homepage: http://beei.org 


Bulletin of Electr Eng & Inf ISSN: 2302-9285 O 2581 


excited state, indicating typical 5d-4f electronic conversions. Since the Ce** power levels dispersion is under 
the dramatic impact imposed by the host lattice, emission from the 5d-4f conversion can occur over a wide 
wavelength band. The particles Tb** and Mn” have been employed accordingly as green and red emission 
elements in the past. Yet, owing to the banned 4f-4f transfer of Tb** and ‘T-A; shift of Mn7*, the excited 
bands of Tb** and Mn” particles across ultraviolet (UV) to the visible area are relatively faint [14], [15]. To 
increase the absorption of Tb** and Mn” in the UV area, a common way is to add an effective sensitizer, 
such as Ce**, and transmit the highly absorbed excited power from Ce*'s 5d level to Tb**'s °D34 level or 
Mn7*'s fourth-generation (4G) level [16], [17]. This method is suitable for making emission-tunable single- 
stage phosphors, which have benefits such as decreased production expenses, excellent color consistency, 
and great luminescence efficacy [18], [19]. Apatites have proven to be excellent major ingredients when 
producing phosphors up to this point as they possess considerable mechanical and chemical durability. 
SrqgLa(PO4)30 (SLPO) is an apatite complex having two cation locations: a nine-fold coordinating 4f location 
having C3 point symmetry along with a seven-fold coordinating six h location with Cs point symmetry [20]. 
The SLPO: Eu**/Tb**/Ce** phosphors were investigated in an earlier piece of research [21]. Tb** and Mn?* 
were incorporated to SLPO:Ce** in this study. ET could generate a Tb** green emission peak of 539 nm and a 
Mn” red emission maximum of roughly 605 nm. Between Ce** and Tb** as well as Mn”, their 
photoluminescence and ET characteristics were extensively investigated. Tunable emitting colors between 
blue to green and mild white have been achieved by altering the dopant concentration of Tb*+ or Mn”, 
implying a prospective use in UV-pumped WLEDs. 


2. COMPUTATIONAL SIMULATION 
2.1. Creating SrMn phosphor with green illumination 

Traditional extreme temperatures solid-state processes were used to make 
Sr4Lay-x-y(PO4)30:xCe**,yTb3* and Sr4.,Lay-x(PO4)30:xCe**,zMn** phosphors with various compositions. 
SrCO3, (NH4)2HPO., and MnCO3 (99.99%) with La203, Tbs4O7, and CeO2 (99.99%) were among the 
beginning materials. As a flux, 2 wt% LisCO3 (99%) was added. An agate mortar was used to combine and 
grind the stoichiometric initiating reagents completely. The combination was pre-heated for 3 hours in air at 
600 °C, re-pulverized, and calcined within a decreasing environment (N2:H2=95:5) for 5 hours at 1200 °C. 
An AL X'TRA powder X-ray diffractometer (XRD) with Cu Ka radiation (A=1.5406 A) running under 40 
kilovolts as well as 35 milliamperes was used to measure phase purity. Disperse reflection spectrum (DRS) 
between 200 and 700 nm were acquired via an UV/visible spectrophotometer with BaSO; as a guide. We 
employed a field emission detecting electronmicroscope for the task of identifying the forms of the as- 
prepared specimens field emission scanning electron microscope, field emission gun (FESEM, FEI, Quanta 
FEG). On an FS5 fluorescent spectrometer possessing a xenon light operating at 150 watts as illumination, 
the photoluminescence stimulation (PLE) and photoluminescence (PL) spectrum were obtained. The 
specimens were placed above a system that could be fired from 25 to 200 °C with a 1 °C stage, and the 
thermally activated measurement was conducted by the FS5 spectrometer mechanism. Using an integrated 
sphere in the FS5 spectrometer, the specimens' photoluminescence external quantum outputs were 
determined. An fluorescence spectrometer (FLS) 920 was used to measure the fluorescence lifespan [22]. 


2.2. Transferring energy and luminous characteristics in SrMn 
The absorption spectra of SLPO were derived from the reflecting spectra utilizing the Kubelka- 
Munk (K-M) function to calculate the SLPO combination optic bandgap value analytically [23]. 


(1-R) 


F(R) == =K/S (1) 


The reflections, absorbance, and scattering coefficients are R, K, and S, correspondingly. The Tauc 
relation connects the bandgap E, and linearly absorbing factors of a substance: 


n/2 
ahV « (hV — Ey) (2) 
in which n=1, 2, 3, 4, and 6 correspond to direct permitted transition processes, non-metal substances, direct 
prohibited transition processes, indirect permitted transition processes, and indirect prohibited transition 
processes [24]. As the substance distributes in a fully diffused pattern, the absorbing factor K is 2a. Because 


the diffusing parameter S is fixed in relation to wavelength, we can utilize (1) and (2) to get (3) 


[F(R)hV]? « (hV — E3)” (3) 
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The optimum straight matching around the absorbing edge may be attained by n=2 throughout the 
plots of [F(R)hv]?, [F(R)hv], [F(R)hv]??, LER)hy]!”, and [F(R)hv]!® through the power of photon hv. The 
plot of [F(R)hy] versus hv is illustrated via Figure 1. The SLPO optic bandgap (3.85eV) can be calculated by 
extending the straight match to [F(R)hv]=0. 

The phosphorous film in genuine multi-chip white LEDs (MCW-LEDs) is reproduced using 
flattened silicon films by the LightTools 9.0 application with the Monte Carlo approach. This modeling 
occurs across two distinct durations: 1) it is essential to determine and create MCW-LED light configuration 
prototypes and 2) optical properties. The optical impacts of the phosphorous compound are therefore 
properly regulated by the SrMn concentration variation. We must develop some comparisons to examine the 
effect of YAG:Ce** and SrMn phosphorous compounds on the performance of MCW-LED lights. Double- 
layer distant phosphorus, described as two types of compounds with median central conduction times (CCTs) 
at 3000 K, 4000 K, and 5000 K, is explained. Figure 1 depicts MCW-LED lights featuring conformal 
phosphorous compound and an 8500-K median CCT in detail. The MCW-LEDs modeling without SrMn is 
also recommended. The reflector's floor length, height, and surface area length are 8, 2.07, and 9.85 in 
millimeters, respectively. The conformal phosphorous compound is applied to nine 0.08 mm thick chips. 
Every LED chip is linked to the reflector cavity, which is 0.15 mm high, by a 1.14 mm? square base region. 
Each blue-color chip yields an illuminating output measured at 1.16 W as well as a maximum wavelength 
measured at 453 nm. 


Figure |. Picture depicting a WLED device 


3. RESULTS AND DISCUSSION 

Figure 2 presents the reversal change in the concentrations of green-emitting SrMn and yellow- 
emitting YAG:Ce* phosphors, under CCTs of 5000 K and 6500 K in Figure 2(a) and (b), respectively. The 
change has two functions: retaining median CCTs and impacting WLEDs emission and absorption with dual 
phosphorus layers. This, in turn, can affect WLEDs’ color quality and luminous flux efficacy. WLEDs’ color 
quality is therefore determined by the SrMn concentration specified. As the SrMn ratio increases 2%-20% 
Wt., the content of YAG:Ce** reduces to keep the median CCTs. This is also true for WLEDs with hue heats 
ranging between 5600 K and 8500 K. 
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Figure 2. The preservation of the median CCT by modifying the phosphorus concentration: (a) 5000 K and 
(b) 6500 K 
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The influence imposed by the SrMn concentration on the WLEDs transmission bands of colors is 
demonstrated by Figure 3, under CCTs of 5000 K and 6500 K in Figures 3(a) and (b), respectively. The 
choices made will depend on the industry standards. WLED devices which offers decent hue fidelity will 
yield a slight lumen penalty. White-emitting illumination results from the spectrum zone's composition, as 
demonstrated by Figure 3. The 5000 K spectrum is shown in this diagram. The brilliance trend increases as 
SrMn concentration in two light spectrums: 420 nm-480 nm along with 500 nm-640 nm. The luminous flux 
enhancement may be seen in the two-band emitting spectra. Furthermore, blue-light dispersion in WLEDs is 
enhanced, indicating that diffusing in the phosphorus film and WLEDs is augmented as well, supporting 
color homogeneity. As SrMn takes part in the process, the said result can be noteworthy. The hue consistency 
from the great heat distant phosphorus configuration, particularly, is challenging to manage. This analysis 
revealed that SrMn, under maximum (8500 K) as well as minimum (8500 K) hue temperatures, will boost 
WLEDs’ hue standard. 
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Figure 3. The correlation between SrMn content and WLEDs discharge spectrum: (a) 5000 K and (b) 6500 K 


The lumen efficacy of the dual-sheet remote phosphorus layout was thereby demonstrated in the 
study. The findings in Figure 4 indicate that as the SrMn concentration grew 2% wt-20% wt, the illumination 
radiated rose dramatically, under CCTs of 5000 K and 6500 K in Figures 4(a) and (b), respectively. The color 
variation was massively diminished with SrMn concentration in the three median CCTs, per Figure 5 with 
Figures 5(a) and (b) depicting the results under 5000 K and 6500 K, respectively. This is indicated by the 
absorbing nature in the red-color phosphorous film. The blue illumination from the LED chip is converted to 
green as it is absorbed by the SrMn. The SrMn ions absorb the yellow as well as the blue light component 
from the chip. The blue lighting absorptivity from the LED chip displays more potency, surpassing the 
aforementioned absorptions, a result of the absorbing capabilities in the substance. SrMn boosts the green 
light component in WLEDs, which improves the color homogeneity index. Color uniformity is among the 
essential facets of current WLED light criteria. The higher the color uniformity value, the higher the cost of 
WLED white light. Yet, the insignificant price of SrMn is a plus. SrMn could indeed have a variety of 
applications. 
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Figure 4. SrMn concentration functions as WLEDs luminous flux: (a) 5000 K and (b) 6500 K 
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Figure 5. SrMn concentration functions as WLEDs color deviation (a) 5000 K and (b) 6500 K 


Hue consistency would be the sole factor for evaluating hue fidelity in WLED devices. Color output 
cannot be claimed to be acceptable with such a high color uniformity value. As a result, current research 
works have proposed a CRI and a color quality scale (CQS). When illuminated, the hue rendering factor 
determines the actual hue of an item [25]. The abnormal green illumination volume related to the principal 
hues: blue, yellow, and green, causes color imbalance. This causes inferior hue consistency for WLEDs. The 
results in Figure 6 show a slight decline in CRI in the remote phosphor SrMn layer addition, under CCTs of 
5000 K and 6500 K in Figures 6(a) and (b), respectively. Nonetheless, the flaws should be tolerable. In 
comparison to CRI, CQS should be favored. On the other hand, it can be challenging when it comes to 
attaining this parameter. CQS comprises certain factors: CRI, user's preference, and hue coordinates. With 
these essential factors, CQS is becoming a genuine overall hue standard assessment. Figure 7 shows the CQS 
increase when the remote phosphor SrMn layer is present, under CCTs of 5000 K and 6500 K in Figures 7(a) 
and (b), respectively. Furthermore, CQS does not differ accordingly as the SrMn concentration is under 10% 
wt. CRI and CQS would considerably decline as SrMn content raises above 10% wt. because of strong 
discoloration when the color of green is dominating. Because of this, if green phosphor SrMn is used, proper 
concentration selection would be critical. 
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Figure 6. SrMn concentration functions as WLEDs color rendering index (a) 5000 K and (b) 6500 K 
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Figure 7. SrMn concentration functions as WLEDs color quality scale (a) 5000 K and (b) 6500 K 


Bulletin of Electr Eng & Inf, Vol. 11, No. 5, October 2022: 2580-2586 


Bulletin of Electr Eng & Inf ISSN: 2302-9285 O 2585 


4. CONCLUSION 


The effect of green SrMn phosphorus on the double-layer phosphor arrangement's optical properties 
is discussed in this work. The analysis revealed that SrMn is a great option for enhancing hue homogeneity 
utilizing Monte Carlo mathematical models. This is true for WLEDs, which have a poor 5000 K color 
temperature as well as a color heat exceeding 8500 K. The outcomes of this article have achieved the 
objective of improving the hue standard and illuminating beams, which is a challenging process due to the 
remote phosphor structure. But both CRI and CQS have a tiny drawback. The CRI and CQS fall dramatically 
as the SrMn concentration is enhanced substantially. Hence, the right concentration must be determined 
depending on the manufacturer's goals. The research has provided a wealth of helpful data for generating 
higher WLEDs color uniformity and luminous flux. The typical solid-state procedure was used to make a set 
of SLPO: 0.12Ce**, yTb** and SLPO: 0.12Ce**, zMn?* phosphors. The ETs between Ce** and Tb** as well as 
Ce** to Mn** were thoroughly investigated. Dipole-dipole interactions governed the processes of the two 
ETs. The concentration of Tb** or Mn” particles can be adjusted to produce a variety of emission colors 
ranging between greenish-blue and green or mild white. Under the 310 nm excitation of UV-light, white 
lighting radiation featuring a CIE result shown as (0.3326, 0.3298) may be generated by the SLPO: 0.12Ce**, 
0.3Mn** phosphor. Because of advancements in technics using semiconductivity, the chips for synthesizing 
phosphors within LEDs may now be made using a variety of emitted wavelengths, indicating that the SLPO: 
Ce?*/Tb?*/Mn** is a promising single-composition phosphor of white LED apparatuses. 
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